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(54) Multicolor interference coating 

(57) Several techniques may be used for forming a 
colored interference filter coating on a substrata such 
as polyester film. The interference filter has two metal 
reflective films, at least one of which is semi-transpar- 
ent. A layer of transparent acrylate polymer dielectric 
between the metal layers completes the interference fil- 
ter, which may be sandwiched between protective lay- 
ers. The dielectric is formed by evaporating an acrylate 
monomer having a molecular weight in the range of from 
1 50 to 600. Preferably the acrylate monomer has a mo- 
lecular weight to acrylate group ratio in the range of from 
150 to 400. The acrylate condenses on the substrate 



and is polymerized in situ for forming a monolithic film 
with a sufficient thickness to produce an interference 
color. In several embodiments different areas of the film 
have different thicknesses for producing different inter- 
ference colors. The thickness of the dielectric can be 
controlled by the amount of monomer condensed, by ei- 
ther controlling the temperature of the condensation sur- 
face or controlling the amount of monomer evaporated 
adjacent a predetermined area of the substrate. Thick- 
ness may also be controlled by condensing a uniform 
layer of monomer and polymerizing the monomer to dif- 
ferent degrees for varying the shrinkage of the film and 
hence the thickness of the film and color. 
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Description 

This invention relates to formation of a multicolor interference coating for a transparent or opaque substrate. The 
coating material is an acrylate polymer and different colors are obtained by having different thicknesses of transparent 
coating in adjacent areas. 

Interest has developed in recent years in the protection of currency and other documents from counterfeiting by 
use of interference filters. The color variations available from interference filters cannot be duplicated by copying ma- 
chines. The specialized equipment needed for producing the interference filters is not readily available to counterfeiters. 
Thus, it has been proposed to mark Canadian currency with multicolored interference filter patterns to inhibit counter- 
feiting. See, for example, "Optical Interference Coatings for Inhibiting Counterfeiting - by J. A. Dobrowolski, et al., Optica 
Acta, 1 973, 20, No. 1 2, pp. 925-937 and U.S. Patent No. 5,009,486 by Dobrowolski, et al. 

Interference filters have been known for decades, as seen, for example, in U.S. Patent No. 2,590,906 by Tripp. A 
typical interference filter has a largely reflective metal film on a smooth substrate. The reflective film is overlain by a 
thin layer of transparent dielectric material. The filter is completed by a semi-reflective metal layer over the dielectric. 
A transparent protective coating may be applied over the reflective coating, but does not form part of the interference 
filter itself. 

When an incident light beam encounters the front semi-reflective coating of the interference filter, one fraction of 
the light is reflected and the other fraction passes through the semi-reflective layer into the dielectric. The transmitted 
portion of the beam is then reflected by the back reflective layer and retransmitted through the dielectric. A fraction of 
the reflected wave passes through the semi-reflective front layer where it may constructively or destructively interfere 
with the reflected light. 

The thickness of the dielectric material is a small multiple of a quarter wavelength of light for constructive interfer- 
ence (allowing for the index of refraction of the dielectric material). Thus, when light is reflected from the interference 
filter, light with the appropriate wavelength has the reflected and transmitted beams in phase for constructive interfer- 
ence. Light of other colors has at least partial destructive interference. Thus, when a reflective interference filter is 
observed in white light, it reflects a strong characteristic color. 

The interference filter has a desirable characteristic as an anti-counterfeiting measure. The color reflected from 
the filter depends on the path length of light passing through the dielectric material. When the filter is observed with 
light at normal incidence, a certain color, for example blue, is seen. When the angle of incidence and reflection from 
the interference filter is more acute, the total path length through the dielectric material is longer than for normal inci- 
dence. Thus, when the interference filter is observed at an angle nearer grazing incidence, a longer wavelength color, 
for example purple, is observed. Such a characteristic change of color, depending on the angle of viewing the inter- 
ference filter, cannot be reproduced by copying machines. 

A similar effect for transmission of a light can be obtained when the interference filter has a thin dielectric sand- 
wiched between two partially reflective layers. One type of interference filter is sometimes referred to as a quarter- 
wave plate because of its characteristic thickness of 1/4 wavelength. 

To make it even more difficult for counterfeiters, it has been proposed to use interference filter layers having different 
thicknesses in different areas. Since the color of light reflected from an interference filter is a function of the thickness 
of the dielectric material, one can thereby achieve a multicolor effect by having different areas of the filter with different 
thicknesses. 

The Dobrowolski concept is to produce an interference filter using an inorganic optical coating material, such as 
those listed in U.S. Patent No. 5,009,486. A layer of such material is deposited with a certain thickness. A mask is 
superimposed and a second layer of that material is deposited over a portion of the first layer. Collectively, these two 
layers define areas of differing thicknesses and hence, different interference colors. 

Such a technique is costly. The metal and dielectric layers are typically deposited on a thin film polyester substrate 
by a sputtering technique at a rate of about 3 to 1 0 meters per minute movement of the film past the deposition stations. 
Much faster deposition is desirable. Furthermore, two separate deposition steps with intervening masking of the surface 
must be performed to provide the two layers of dielectric which collectively provide a color difference. 

It would be desirable to enhance the rate of formation of an interference filter by at least an order of magnitude as 
compared with the inorganic dielectric materials previously used. It is also highly desirable to provide varying thickness 
of the dielectric material in the interference filter in a single deposition step for forming a monolithic layer of differing 
thickness. It is also desirable to deposit the interference filter material in predetermined patterns of differing color. 

There is, therefore, provided in practice of this invention according to a presently preferred embodiment, a multi- 
color interference filter having a monolithic acrylate polymer film deposited on a substrate with sufficient thickness to 
produce interference color. A predetermined area of the acrylate film has a thickness different from a second area of 
the film adjacent to the predetermined area. Thus, the predetermined area has a different color from the adjacent area. 

An interference color coating is made by evaporating an acrylate monomer having a molecular weight in the range 
of from 150 to 600 and condensing the acrylate monomer on a substrate as a monomer film. To promote adhesion, it 
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is preferred that the acrylate monomer have a molecular weight to acrylate group ratio in the range of from 1 50 to 400. 
The acrylate is polymerized for forming a film having a thickness sufficient for producing an interference color. At least 
partially reflective coatings are provided on both faces of the polymer film. One of the coatings may be substantially 
completely reflective. 

5 A number of different techniques may be used for forming a predetermined area of the film with a different thickness 

than the adjacent area. For example, controlling the temperature of the substrate to be different in different areas 
controls the efficiency of deposition and, hence, thickness of the deposited film. The film shrinks as it polymerizes and 
one may vary the degree of polymerization in different areas to achieve different shrinkage and, hence, thickness. 
Polymerization of the film may be induced by electron beam or ultraviolet radiation and the degree of polymerization 

io is controlled by the total exposure to such radiation. Simply depositing the film with different thicknesses in adjacent 
areas is convenient for forming multicolored stripes, for example. 

These and other features and advantages of the present invention will be appreciated as the same becomes better 
understood by reference to the following detailed description when considered in connection with the accompanying 
drawings, wherein: 

is 

FIG. 1 is a fragmentary transverse schematic cross-section of a reflective multicolor interference filter constructed 
according to principles of this invention; 

FIG. 2 is a transverse cross-section of a multicolor interference filter with adhesive for transfer to another substrate; 

FIG. 3 is a transverse cross-section of a transmission multicolor interference filter; 
20 FIG. 4 is a schematic illustration of coating apparatus for forming a multicolor. interference filter; 

FIG. 5 is a schematic illustration of an evaporation nozzle; 

FIG. 6 is a graph illustrating condensation efficiency as a function of temperature; 

FIG. 7 is a fragmentary view of the face of a drum with varying thermal properties; 

FIG. 8 illustrates a color pattern obtained from a drum as illustrated in FIG. 7; 
2S FIG. 9 is a fragmentary view of the face of a drum with recessed areas; 

FIG. 10 is a schematic illustration of additional coating apparatus; 

FIG. 11 illustrates a mask for an electron gun or other radiation source for polymerizing an acrylate film; 
FIG. 12 illustrates a fragment of a moveable mask for a radiation source; 
FIG. 13 illustrates another variety of evaporation nozzle; and 
30 FIG. 14 illustrates another embodiment of interference filter constructed according to principles of this invention. 

FIG. 1 illustrates in fragmentary transverse cross-section a thin film reflective interference filter. It will become 
apparent that this is a schematic illustration where the thicknesses of the various layers of the filter are exaggerated 
for clarity of illustration. 

35 The reflective interference filter is deposited on a sheet substrate 10 having a smooth surface. The substrate is 

typically a thin sheet of material such as polyester, polypropylene or kraft paper. Thin flexible substrates are desirable 
for high speed coating where a roll of the substrate material can be continuously coated in a vacuum apparatus. Clearly 
with a sacrifice in coating speed, thin films may be coated onto rigid substrates: 

The substrate is first coated with a thin metal layer 11 which is largely opaque and reflective. At least 75% reflectivity 

40 is preferable. Any easily deposited metal may be used for the reflective layer such as aluminum, chromium, nickel, 
nickel-chromium alloy, stainless steel, silver, or the like. Essentially colorless metals are preferred over metals having 
inherent color such as copper. Typically, the opaque reflective metal layer has a thickness in the range of from 200 to 
2000 Angstroms. 

A thin layer 12 of transparent dielectric material is deposited on the reflective layer. The thickness of the dielectric 
45 layer and its index of refraction determine the path length of light through the filter and hence, the color of light reflected. 
As can be seen at the left side of FIG. 1 , a predetermined area of the dielectric layer is formed with a thickness iy which 
is different from the thickness t 2 of an adjacent area illustrated at the right in FIG. 1 . Both of these thicknesses, t, and 
t 2 are in a range from about 700 to 10,000 A and preferably in a range of from about 800 to 4000 A. Such thicknesses 
are in a range for producing an interference color from the filter. The preferred dielectric material is a monolithic acrylate 
so polymer as described hereinafter. 

The next layer in the interference fitter is a layer 13 of metal thin enough to be semi-transparent. Again, the metal 
layer may be any metal which is conveniently deposited as a thin film such as, for example, aluminum, chromium, 
nickel, nickel -chromium alloy, stainless steel, or silver. Chromium is a particularly preferred material since it can be 
deposited readily with a controlled reflectivity and is resistant to corrosion. The semi-transparent (or semi-reflective) 
55 layer is at least 25% transparent and is preferably about 50% transparent and 50% reflective. Typical thickness of the 
layer is about 50 to 200 A. 

The two metal layers may be deposited by any conventional deposition technique such as vacuum metal izing, or 
sputtering. Generally speaking, it is desirable to prepare the substrate for subsequent coatings by first depositing the 
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Some examples of the ratio are as follows: 



trimethylol propane dlacrylate 

hexane diol diacrylate 

beta carboxy ethyl acrylate 

tripropylene glycol diacrylate 

polyethylene glycol diacrylate 

tripropylene glycol methyl ether monoacrylate 



98 
113 
144 
150 
151 
260 



of 205 5 1 ° f T P T y,Gne h 9,yC01 diacr y' ate and tripropylene glycol methyl ether monoacrylate has an average ratio 
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Suitable acrylates not only have a molecular weight in the appropriate range, they also have a "chemistry" that 
does not hinder adhesion. Generally, more polar acrylates have better adhesion than less polar monomers. Long 
hydrocarbon chains may hinder adhesion. For example, lauryl acrylate has a long chain that is hypothesized to be 
aligned away from the substrate and hinder polymerization, leading to relatively poor adhesion on most substrates. 
5 A typical monomer used for flash evaporation includes an appreciable amount of diacrylate and/or triacrylate to 

promote polymerization. Blends of acrylates may be employed for obtaining desired evaporation and condensation 
characteristics and adhesion, and for controlled shrinkage of the deposited film during polymerization. 

Suitable monomers are those that can be flash evaporated in a vacuum chamber at a temperature below the 
thermal decomposition temperature of the monomer and below a temperature at which polymerization occurs in less 
10 than a few seconds at the evaporation temperature. The mean time of monomer in the flash evaporation apparatus is 
typically less than one second. Thermal decomposition, or polymerization are to be avoided to minimize fouling of the 
evaporation' apparatus. The monomers selected should also be readily capable of cross-linking when exposed to ul- 
traviolet or electron beam radiation. 

The monomer composition may comprise a mixture of monoacrylates and diacrylates. Triacrylates tend to be 
is reactive and may polymerize at the evaporation temperatures, but may be useful in blends. Depending on the tech- 
niques used for making a multicolored interference filter, a high or low shrinkage film may be desirable. Generally 
speaking, the shrinkage is reduced with higher molecular weight materials. Blends of monomers with different shrinkage 
characteristics may be employed for obtaining a desired shrinkage. Generally, for good adhesion to a metal film a low 
shrinkage is desirable. 

20 Preferably, the molecular weight of the acrylate monomer is in the range of from 200 to 300. If the molecular weight 

is less than about 200, the monomer evaporates readily, but may not condense quantitatively on the substrate without 
chilling of the substrate. If the molecular weight is more than about 300, the monomers become increasingly difficult 
to evaporate and higher evaporation temperatures are required. 

There are about five monoacrylates, ten diacry lates, ten to fifteen triacrylates and two or three tetraacry lates which 

25 may be included in the composition. A particularly good acrylate is a 50:50 blend of TRPGDA and tripropylene glycol 
methyl ether monoacrylate with a molecular weight of about 260 (available as Henkel 8061). 

Exemplayr acrylates which may be used, sometimes in combination, include monoacrylates 2-phenoxy ethyl acr- 
ylate (M.W. 192), isobornyl acrylate (M.W. 208) and lauryl acrylate (M.W. 240), diacry lates dicetylene glycol diacrylate 
(M.W. 214), neopentyl glycol diacrylate (M.W. 212) and polyethylene glycol diacrylate (PEGDA) (M.W. 151) or tetrae- 

30 thylene glycol diacrylate (M.W. 302), triacrylates trimethylol propane triacrylate (M.W. 296) and pentaerythritol triacr- 
ylate (M.W. 298), monomethacrylates isobornyl methacrylate (M.W. 222) and 2-phenoxyethyl acrylate (M.W. 206) and 
dimethacrylates triethylene glycol dimethacrylate (M.W. 286) and 1 ,6-hexanediol dimethacrylate (M.W. 254). 

As has been mentioned, the nozzle for the flash evaporator typically comprises a slot extending longitudinally 
along the evaporator chamber. In an exemplary evaporator, the nozzle slot may have a width in the range of from 0.75 

35 to 1 mm. The surface of a substrate on which the monomer is condensed may be moved past the nozzle at a distance 
from the nozzle of about 2 to 4 mm. Typical speed of traverse of the substrate past the nozzle is in the order of 150 to 
300 meters per minute. 

FIG. 2 is a fragmentary cross-section of another embodiment of interference filter constructed according to this 
invention. In this embodiment there is a temporary substrate 1 6, such as a polyester film on which there is a thin release 
40 layer 1 7, such as a wax or silicone. A superstrate material 1 8 is deposited on the temporary substrate over the release 
layer by a technique such as flash evaporation of an acrylate monomer. The acrylate monomer is polymerized by 
irradiation. 

A semi-reflective metal layer 19 is then deposited on the superstrate. Thereafter, a transparent dielectric layer 21 
of polymerized acrylate is formed as described above. Preferably a predetermined area of the dielectric layer has a 

45 first thickness t 1 while an adjacent area has a different thickness t 2 . An opaque reflective metal layer 22 is deposited 
over the dielectric. The reflective metal layer 22, dielectric layer 21 and semi-reflective metal layer 1 9 form an interfer- 
ence filter. A permanent substrate material 23 is deposited on the opaque metal layer. Finally a layer 24 of pressure- 
sensitive adhesive is placed over the permanent substrate. 

This embodiment of interference filter is useful for transfer to a substrate that is not conveniently handled in a 

50 vacuum system or for application to small areas of a larger substrate, such as, for example, marking limited areas on 
currency. When this interference filter is used, the pressure-sensitive adhesive is applied to the desired substrate and 
the temporary substrate 16 is peeled off. This leaves the superstrate 18 exposed and the interference filter is then 
essentially like that described and illustrated in FIG. 1. 

A part of the layers just described may be used without the pressure-sensitive adhesive to form a pigment. In such 

55 an embodiment a thin protective layer of acrylate similar to the superstrate material is deposited over a release layer 
and polymerized. A metal layer is then deposited on the protective layer and a transparent layer of polymerized acrylate 
is formed as described above. A second metal layer is deposited over the acrylate and a final protective layer of acrylate 
is added over the metal. At least one of the metal layers is semi-reflective and both may be semi-reflective. The sandwich 
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' variety' of multicolor patterns. In the schematic illustration of FIG. 12'such a movable mask has apertures 61 in the 
form of stars and windows 62 in the form of rectangles. Just as an example, the star shaped apertures may be semi- 
transparent areas in an otherwise opaque belt. The rectangular windows may be completely transparent. 

Such a mask is moved in synchronism with rotation of the drum and the coating apparatus. An ultraviolet light 41 
behind the mask provides full irradiation through the rectangular areas and partial radiation through the star-shaped 
areas. When such a mask is used it is desirable to employ an additional source of radiation (not shown) in series with 
the ultraviolet lamp so that all of the monomer receives at least a minimum level of radiation. 

It will be apparent that in such an embodiment the dielectric layer will have three different thicknesses. Most of the 
area irradiated by another source of radiation has a limited degree of polymerization and hence is relatively thicker. 
The full irradiation through the open windows 62 produces rectangular areas on the dielectric filter which are completely 
polymerized and hence shrink to the minimum thickness. The intermediate level of irradiation through the star shaped 
openings 61, produces intermediate polymerization and intermediate thickness. The resulting interference filter has 
three different colors. 

A similar type of mask, having completely open windows in an otherwise impermeable belt, may be moved between 
a flash evaporator and the rotating drum. The areas opposite the star and rectangular shaped openings are coated 
with a layer of monomer. Another flash evaporator either upstream or downstream from the one occulted by the movable 
mask, deposits a uniform layer of monomer on the substrate. The resulting different thicknesses of deposited monomer 
are then polymerized for producing a monolithic acrylatefilm having different thicknesses in different areas, hence with 
a two dimensional multicolor pattern. 

Another way of varying the thickness of acrylate monomer on the substrate is by controlling the efficiency of con- 
densation. The efficiency of condensation of the monomer is highly dependent on the temperature of the substrate on 
which the monomer impinges. The effect of temperature depends on the particular monomer. An exemplary indication 
of the efficiency as a function of temperature is illustrated in the graph of FIG. 6. At low temperatures such as close to 
0° C, there is essentially 100% efficiency and all of the monomer condenses. At a somewhat higher temperature, such 
as for example, 25° C, little, if any, of the monomer actually condenses on the substrate. It can be seen that in some 
temperature ranges the efficiency of condensation is quite sensitive to relatively small changes in temperature. 

This temperature effect on efficiency of condensation is exploited for producing films with monomer having different 
thicknesses in different areas of the interference filter. A low temperature substrate with high efficiency of condensation 
produces a relatively thicker dielectric layer whereas a somewhat higher temperature area with less efficient conden- 
sation produces a relatively thinner dielectric layer. A number of techniques may be used for varying the temperature 
of the substrate. 

One way is to employ a movable mask, such as illustrated in FIG. 1 2 immediately upstream from the flash evap- 
orator which applies the acrylate monomer which becomes the dielectric film. An infrared lamp behind the mask irra- 
diates areas on the substrate which absorb the infrared radiation and are thereby heated. The higher temperature 
areas have less efficient condensation and hence a thinner layer of monomer than adjacent cooler areas. 

Because the efficiency of condensation changes rather steeply in the general vicinity of ambient temperatures and 
since the flash evaporation and irradiation tend to raise the temperature of the substrate, it is desirable to refrigerate 
the roll of substrate until it is placed on the pay-out reel in the coating apparatus. It is also desirable to cool the rotating 
drum, such as for example, with chilled water, so that the substrate remains at a low temperature. 

FIG. 7 illustrates a fragment of the surface of a cooled drum 63 which supports a thin sheet substrate (not shown) 
as it moves through a coating apparatus. A number of ordinary paper stars 64 are glued onto the surface of the drum. 
The substrate wrapped around the drum during coating is in good thermal contact with the drum between the stars. 
Where the paper stars intervene between the surface of the drum and the substrate, the temperature of the substrate 
is higher since the substrate is insulated from the cooling drum. As a consequence of this thermal insulation and 
differential thermal pattern, there is a relatively thinner layer of monomer adjacent the stars and a relatively thicker 
layer elsewhere on the substrate. This results in a multicolor interference filter. 

FIG. 8 illustrates the effect achieved in an actual experiment where paper stars were glued on the surface of a 
water-cooled drum. In the area of the star the interference filter produces a gold color with flecks of red or magenta. 
The color, of course, depends on the angle from which the interference pattern is observed. The colors mentioned are 
for observation at approximately normal incidence. When viewed at about 45° the color of the star is seen as a blue- 
green color. Surrounding the star is a halo 66 which is a blue or blue-green color. Surrounding the halo is a band 67 
of generally gold color with a reddish hue along the center of the band. The balance of the area of the interference 
filter which was in better thermal contact with the drum is blue or purple in color. It is hypothesized that the band with 
a color resembling that of the star may be due to a half wavelength change in thickness of the dielectric layer. 

FIG. 9 illustrates another way of controlling the temperature of sheet substrate. FIG. 9 illustrates a fragment of the 
surface 68 of a water-cooled drum. The surface is covered with a pattern of shallow recesses 69. When the thin sheet 
is wrapped around the drum, it is in good thermal contact with the surface 68, but is spaced apart from the drum surface 
opposite the recesses. The vacuum in the coating apparatus is an excellent insulator, and the areas over the recesses 



EP 0 733 919 A2 

are essentially uncooled, whereas the areas in contact with the surface of the drum are cooled. The resulting differential 
temperature pattern results in differing efficiency of condensation of monomer on the substrate, hence differing thick- 
nesses of dielectric layer in the interference filter. 

A very simple pattern of diagonal squares is illustrated for the recesses, but it will be apparent that any desired 
recess pattern may be generated on the surface of the drum. 

Such a drum is also useful in an embodiment where there is differential polymerization, hence differential shrinkage 
in a monomer. When the monomer is polymerized by an electron beam, the areas of the substrate in contact with the 
surface 68 of the drum are well grounded. The areas opposite the recesses 69 are not as well grounded and develop 
an electrostatic charge which tends to repel the electron beam. The resulting differences in total irradiation of the 
electron beam on the monomer result in differences in polymerization in the dielectric layer. The resulting shrinkage 
differences produce multicolored images. 

Electrical grounding may also be used in a different way in an electron gun, particularly for forming stripes of color 
along a moving sheet. The electron beam in a gun is accelerated by a potential difference between the electron source 
and an accelerating screen. By varying the effectiveness of the grounding of the screen, the electron beam can have 
different total flux in different areas and hence produce differential polymerization. 

It will also be apparent that an electron gun may have a narrow steerable beam which can be used to "write" on 
the monomer film for producing any desired image in multiple colors. A particularly desirable way of doing this is with 
an electron gun that scans across the moving substrate perpendicular to the direction of travel of the substrate The 
intensity of the electron beam is modulated as a function of time during the scan for producing variable polymerization 
and, in effect, scans across the film. Such a technique is quite analogous to producing a television image with a raster 
scan and quite intricate multicolor patterns can be produced in an interference filter. 

FIG. 10 illustrates another technique for preparing thermal imprints on a thin sheet substrate 71 before flash evap- 
oration of an acrylate monomer. In this coating apparatus, a refrigerated roll of substrate is placed on a payout reel 
72 in a vacuum system 73. The substrate passes through the apparatus past a number of coating and curinq stations 
and is wound onto a take-up reel 74. 

The substrate 71 first passes a metalization station 76 where one of the metal layers for forming the interference 
filter is deposited by vacuum metalizing or sputtering. The thin film then passes through a thermal imprinting station 
where the surface to receive the acrylate monomer is passed between a backing roll 77 and a thermal imprinting roll 
78. An exemplary thermal imprinting roll has raised areas of relatively low conductivity rubber which, engaged the 
surface of the substrate. The rubber raised areas are contacted by a heated roll 79. The heated roll elevates the 
temperature of the raised areas on the imprinting roll and the resulting thermal pattern is "printed" onto the substrate 
Alternatively, the imprinting roller 78 may itself be heated or cooled for imposing a differential temperature pattern on 
the substrate. 

The substrate, which retains the thermal pattern temporarily in the vacuum, next passes a flash evaporation station 
80 where an acrylate monomer is condensed on the substrate. As pointed out above, the differential temperature 
results in different thicknesses of monomer being deposited on the substrate. The substrate then passes a radiation 
source 81 where ultraviolet or an electron beam polymerizes the monomer. The film then passes the final metalization 
station 82 where the second metal layer is deposited. Additional stations may be included if desired for addinq a 
protective superstate, etc. 

EXAMPLES 

A multicolor interference filter can be made by evaporating acrylate monomer through a longitudinal slot 84 as 
illustrated in FIG. 1 3 with intermittent areas 85 where the slot is essentially blocked. Such a nozzle produces a coating 
having two colors. For example, in one experiment, the coating opposite an open area 84 of the slot was gold with a 
bright blue line about 7 mm wide opposite the blocked area 85. The dielectric layer opposite the blocked slot was 
considerably thinner than the gold area adjacent to the blue stripe. 

In another experiment, the temperature of the coating drum was changed rapidly during deposition The drum 
temperature was lowered rapidly from about 20°C to about 0°C. The polyester film that was in contact with the drum 
experienced a temperature change which was a reflection of the changing temperature of the drum. As the drum cooled 
the color from the resultant interference filter changed from purple, to blue, to yellow. 

The color patterns developed by pasting paper stars on a water cooled drum have been illustrated in FIG. 8 In 
this experiment, the paper stars were either 75 or 150 micrometers thick and about 9.5 mm wide. 

The variation in thickness due to differential shrinkage upon polymerization of the acrylate was demonstrated by 
varying the electron flux from an electron gun. This was done by varying the grounding condition of the accelerating 
screen through which the electrons pass. A greater electron flux is emitted through areas where the screen is well 
grounded. Thus, there is a curtain of electrons with alternating lanes of heavy and light flux. 

Due to the alternating high and low flux zones, the degree of polymerization of the acrylate differed. In these 
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examples, the polyester film substrate was' 50 cm. wide. In one experiment three pink stripes were interleaved with 
three light green stripes. Similarly, alternating blue and gold stripes were produced with a different thickness of dielectric 
layer. By tripling the number of grounding points on the electron gun screen the number of stripes with varying electron 
density was tripled and twice as many narrower color stripes produced. 

FIG. 14 illustrates another embodiment of interference filter constructed according to principles of this invention. 
In this embodiment color is obtained by having multiple transparent layers which are alternately materials with high 
index of refraction and low index of refraction, respectively. Interference effects due to changes in index of refraction 
between the layers provide color for either a reflective or transparent object. 

Such an object comprises a substrate 90 which may be transparent or opaque as required for a particular appli- 
cation. The substrate on which the multiple layers of acrylate are deposited may be either a rigid object or a flexible 
sheet substrate. If desired, a metal layer (not shown) may be applied over the substrate for greater reflectance. A 
plurality of alternating layers of low refractive index material 91 and high refractive index material 92 are deposited on 
the substrate. As pointed out above, the thicknesses of the high and low refractive index materials may be varied in 
different areas of the object to provide different colors, and in any case are appreciably less than one micron. 

The acrylate employed for depositing the several layers are selected for their compatibility and index of refraction. 
Generally speaking, the fluorinated acrylates tend to have a low refractive index and are suitable for the low index 
layers. An exemplary high index material comprises a bisphenol A diacrylate. It is preferred that the acrylate monomer 
have a molecular weight to acrylate group ratio in the range of from 150 to 400. As few as two layers may be sufficient 
where a hint of color is sufficient. Generally, however, several layers of alternating high and low index of refraction are 
employed. 

Although a substantial number of methods for forming a multicolor interference filter, have been described and 
illustrated herein, it will be apparent to those skilled in the art that additional embodiments can readily be devised. 
Other techniques may be used for depositing nonuniform layers of acrylate dielectric for producing desired color pat- 
terns. Similarly, other techniques may be used for controlling shrinkage of a condensed film of monomer by controlling 
the degree of polymerization. It is therefore to be understood that within the scope of the appended claims, this invention 
may be practiced otherwise than as specifically described. 



Claims 

1. A method for forming an interference color coating on a substrate comprising the steps of: 

evaporating an acrylate monomer having a molecular weight to acrylate group ratio in the range of from 150 
to 400; 

condensing the acrylate monomer on a substrate as a monomer film; 

polymerizing the acrylate for forming a polymer film having a thickness sufficient for producing an interference 
color; and 

providing at least partially reflective coatings on both faces of the polymer film. 

2. A method as recited in claim 1 wherein one of the reflective coatings comprises metal sufficiently thick to be 
substantially completely reflective. 

3. A method as recited in claim 2 wherein the metal coating is between the substrate and the acrylate. 

4. A method as recited in claim 1 wherein both reflective coatings are semi-reflective. 

5. A method as recited in claim 1 further comprising a release layer between one of the reflective coatings and the 
substrate for removing the film and coatings from the substrate. 

6. A method as recited in claim 1 further comprising a protective layer over at least one of the reflective coatings. 

7. A method for forming an interference coating on a substrate comprising the steps of: 

evaporating a first acrylate monomer; 

condensing the first acrylate monomer on a substrate as a monomer film less than one micron thick; 
polymerizing the acrylate for forming a first polymer film having a first index of refraction; 
evaporating a second acrylate monomer; 

condensing the second acrylate monomer on the first film as a monomer film less than one micron thick; 
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polymerizing the acrylate for forming a second polymer film having a second index of refraction, wherein the 
second index of refraction is different from the first index of refraction. 

8. A method as recited in claim 7 further comprising the steps of: 

evaporating a third acrylate monomer; 

condensing the third acrylate monomer on the second film as a monomer film less than one micron thick; 
polymerizing the acrylate for forming a third polymer film having the first index of refraction; 
evaporating a fourth acrylate monomer; 

condensing the fourth acrylate monomer on the third film as a monomer film less than one micron thick; 
polymerizing the acrylate for forming a fourth polymer film having the second index of refraction; 
evaporating a fifth acrylate monomer; 

condensing the fifth acrylate monomer on the fourth film as a monomer film less than one micron thick; 
polymerizing the acrylate for forming a fifth polymer film having the first index of refraction; 
evaporating a sixth acrylate monomer; 

condensing the sixth acrylate monomer on the fifth film as a monomer film less than one micron thick; and 
polymerizing the acrylate for forming a sixth polymer film having the second index of refraction. 

9. A method as recited in claim 7 wherein each polymer film has a molecular weight to acrylate group ratio in the 
range of from 150 to 400. 

10. A method for forming a multi-color coating on a substrate comprising the steps of: 

evaporating at least one acrylate monomer having an average molecular weight in the range of from 1 50 to 600; 
condensing the acrylate monomer on a substrate as a monomer film; 

polymerizing the acrylate for forming a polymer film having a thickness sufficient for producing an interference 
color; and 

providing at least partially reflective coatings on both faces of the polymer film; and characterized by 
forming a predetermined area of the film with a different thickness than the thickness of an adjacent area of 
the film for producing different interference colors from the respective areas. 

11. A method as recited in claim 10 comprising the step of controlling the temperature of the substrate to be different 
in the predetermined area than the temperature of the substrate in the adjacent area during the condensing step. 

12. A method as recited in claim 11 comprising printing a thermal pattern on the surface of the substrate immediately 
before the condensing step. 



13. A method as recited in claim 11 wherein the controlling step comprises condensing the acrylate monomer on a 
front face of a thin film substrate while a back face of the substrate is in contact with a temperature controlled 
surface, and maintaining thermal contact between the temperature controlled surface and the predetermined area 
different from thermal contact between the surface and the adjacent area. 

14. A method as recited in claim 10 wherein the polymerizing step comprises polymerizing the acrylate in the prede- 
termined area to a different degree than polymerization of the acrylate in the adjacent area. 

1 5. A method as recited in claim 1 4 wherein the polymerizing step comprises exposing the film to radiation and includes 
irradiating the predetermined area of the film to a different total exposure of radiation from the total exposure of 
the adjacent area of the film. 



50 16. A method as recited in claim 1 5 wherein the exposing step comprises shielding a portion of the film from irradiation. 

17. A method as recited in claim 1 4 wherein the polymerizing step comprises irradiating the film with an electron beam 
and includes irradiating the predetermined area of the film to a total exposure of electron energy different from the 
total exposure of electron energy of the adjacent area of the film. 

55 

18. A method as recited in claim 17 wherein the irradiating step comprises steering the electron beam for irradiating 
different portions of the film to different total exposures. 
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19. A method as recited in claim 10 wherein the predetermined area comprises a first plurality of stripes and the 
adjacent area comprises a second plurality of stripes interleaved between the first stripes. 

20. A method as recited in claim 10 wherein the forming step comprises selectively shrinking the thickness of the 
predetermined area of the film to a different degree from shrinkage of thickness of the adjacent area of the film. 

21. An interference color filter comprising: 

a first at least partially reflective layer; 

a crosslinked transparent acryfate layer having a molecular weight to acrylate group ratio in the range of from 

150 to 400, the acrylate layer having a thickness sufficient for producing an interference color; and 

a second at least partially reflective layer on the opposite face of the acrylate layer from the first reflective layer. 

22. An interference color filter as recited in claim 21 herein one of the reflective layers comprises a substantially com- 
pletely reflective metal. 

23. An interference color filter as recited in claim 21 further comprising a protective layer of crosslinked acrylate cov- 
ering at least one of the reflective layers. 

24. An interference color filter as recited in claim 21 further comprising a plastic film substrate and wherein one of the 
reflective coatings is between the substrate and the acrylate layer. 

25. An interference color filter as recited in claim 21 wherein both reflective coatings are semi-reflective. 

26. A multiple color interference filter comprising: 

a substrate; and 

a monolithic acrylate polymer film deposited on the substrate with a sufficient thickness for producing inter- 
ference color, a predetermined area of the acrylate film having a first thickness and a second area of the 
acrylate film adjacent to the predetermined area having a second thickness different from the thickness of the 
predetermined area. 

27. A multiple color interference filter comprising: 

a substrate; and 

a monolithic acrylate polymer film deposited on the substrate with a sufficient thickness for producing inter- 
ference color, a predetermined area of the acrylate film having a first degree of polymerization and a second 
area of the acrylate film adjacent to the predetermined area having a second degree of polymerization different 
from the polymerization of the predetermined area. 
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